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dry and wet crushing are in practice, the latter being much more
common. The crushing is not infrequently performed in a
cyanide solution, the time required for treating the ore being
shortened by this practice, and there is the further advantage
that the solution applied later is not diluted as is the case after
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crushing1 in water, Sometimes the ore JH ealeiiunl or r
Heating- clayey or taleose ore gives it a more granular and
porous texture, which may greatly facilitate the leaching opera-
tion. The removal of sulphur hy roasting sliortens the lime
required for leaching, and may increase the yield of valuer con-
siderably. Telluride of gold and sulphide of silver an* deeom-